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Partial translation of line 2 to 17 in left column of page 2 
Example 1 

Well-washed nylon filament strings 10 Kg are dyed at 80 °C for 60 minutes in a 
dying solution containing 

Mitsui nylon black GL (Mitsui Chemical) 200 g 

Amirajin (Dai-ichi Kogyo Seiyaku) 90 g 

in water of 100 liter with pH adjusted to 5 with acetic acid, and then 
washed well in hot water and in water. 

The resultant nylon filament strings are treated at 80 "C for 60 minutes in a 
solution containing 

official tannic acid (Dai Nippon Farma) 1000 g 
in water of 100 liter with pH adjusted to 3.5 with formic acid, and then treated at 70 "C 
for 10 minutes in a solution containing 

ferric chloride 500 g 
in water of 100 liter. It was found that nylon filament strings thus obtwned showed 
that the gloss is significantly reduced compared to the ones not treated with tannic acid 
and ferric acid. 
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